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(g) Evaporation source material and evaporation method of forming transparent barrier film. 

@) This invention relates to a source material for vapor deposition, which is useful for forming a 
magnesium oxide thin film by vacuum vapor deposition process, and to a method of forming a 
transparent barrier film by using the magnesium oxide source material. The source material is 
composed of a magnesium oxide having a bulk density of 2.5g/ml or more. This magnesium oxide can 
be obtained by sintering of fusing magnesium oxide raw material. For producing a transparent barrier 
film having a gas barrier property, this magnesium oxide is vapor-deposited on a surface of a 
transparent plastic base film by means of vacuum vapor deposition. The volume shrinkage or cracking 
of the evaporation source material can be avoided, thereby stabilizing the evaporation and prolonging 
duration of the evaporation. Further, It is possible to utilize a high power of electron beam. Since the 
evaporation source material is substantially free from pore, the evacuation of gas from the evaporation 
apparatus can be finished within a short period of time, and the vacuum degree within the evaporation 
apparatus can be stabilized. Since there is no splash or scattering during the evaporation, a transparent 
barrier film which is uniform in thickness and free from pinhole can be obtained. 
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BACKGROUND OF THE INVENTION 

The present invention relates to an evaporation source material for vapor deposition which can be used 
for forming a magnesium oxide thin film through a vapor deposition process, in particular, an electron beam 
5 (EB) vapor deposition process, or an ion plating method utilizing the EB vapor deposition, and to a method of 
forming a transparent barrier film which is excellent in gas-barrier property especially against oxygen gas and 
moisture. 

The vapor deposition technique of magnesium oxide and a thin film obtained from the vapor deposition of 
magnesium oxide are utilized in various fields such as precision industry, electric industry, package industry, 

10 etc. .For example, the magnesium oxide is deposited on a base film to form thereon a transparent barrier film. 
The barrier film is coated by a sealable film to therby produce a composite packaging film. 

in order to form a magnesium oxide thin film by vaouum vapor deposition process, magnesium metal in 
combination with oxygen as a reaction gas, magnesium oxide powder or compression-molded product of the 
magnesium oxide powder is conventionally used as a vapor deposition source material. 

15 However, in the conventional method of using magnesium metal, since magnesium vapor evaporated upon 

heating reacts with oxygen gas to form a film of magnesium oxide, it is difficult to control composition of the 
resultant film. Further, since growth rate of the film is dependent upon and limited by the reaction rate between 
the magnesium vapor and oxygen gas, it is difficult to achieve high speed vapor deposition of magnesium oxide. 
Meanwhile, most of the conventional pulverized magnesium oxide material is about 1 .5g/ml or less in bulk 

20 density, and 10>im or less in grain size. Accordingly, it is impossible to densely pack the source material in a 
crucible or hearth, so that gas tends to be kept within the source materia] filled in the crucible and the like. 
Evacuation rate of a chamber is rather slow due to outgas from the source material, thus badly affecting a 
vacuum degree within the evaporation chamber. 

Further, since the packing density of the conventional magnesium oxide source material filled in the cru- 

25 cible and the like is low as mentioned above, an excavation rate of the source material by irradiation of electron 
beam is too fast, thereby hindering continuous evaporation operation for a long period of time. Moreover, when 
power of the electron beam is increased, splash or scattering of the source material is caused to occur, thereby 
rendering the deposition thereof to become unstable. The convetional pulverized source material is rather 
chemically active, larger in active surface, prone to adsorb water and carbon, and vulnerable to denaturing, 

30 hence it gives rise to problem of preservation conditions such as short iife time. When the source material thus 
adsorbed with water and the like and thus denatured is subjected to the irradiation of electron beam, it will 
give rise to problems of volume shrinkage and splashing of the source material, thereby causing the vapor 
deposition to become highly unstable. 

In order to avoid these problems, compression-molded product of the powdery source material has been 

35 conventionally employed as an evaporation source. This compression-molded product is generally produced 
by means of hot press. However, the compression-molded product produced in this manner has a bulk density 
of at most 2.5g/ml, Some degree of improvements may be achieved with the employment of this compression- 
molded product Namely, the bulk density thereof is fairly increased, and the excavation of hole in the source 
material can be suppressed as compared with the powdery source material. However, the compression-mold- 

40 ed product is susceptible to volumetric shrinkage and crack when it is irradiated by electron beam, thereby 
causing release of gas confined in the compression-molded product, thus instabilizing the degree of vacuum 
In the evaporation chamber. Further, crushed fragments of the source material vary in size and shape so that 
exposed surfaces irradiated with electron beam are irregular, thereby ^stabilizing the evaporation rate. Fur- 
ther, tiny pieces resulting from the crush of the source material may become a cause of splashing. In case of 

45 a molded product shaped by using a binder, the volumetric shrinkage and release of outgas are more conspic- 
uous thereby causing deposition of the source material to become more unstable. Further, the production of 
compression-molded product by using powder raw material gives rise to various problems such as an increase 
in manufacturing steps, and adjustment of the shape of the molded product to internal shape of the crucible 
or hearth, thereby extremely increasing the production cost When the temperature of molding the raw material 

so is raised in view of increasing the bulk density thereof, reduction reaction of magnesium oxide will be caused 
to occur. On the other hand, when the pressure of molding the raw material is increased, high pressure resis- 
tance or rigidity of a press mold may be required, thereby extremely increasing the manufacturing cost 

When the powdery source material or compression-molded source materia! as mentioned above Is em- 
ployed, the following various problems are imposed on the production of a transparent barrier film due to the 

55 defects as explained above in conjunction with the evaporation source material. Their problems associated to 
the transparent barrier film include formation of pinhole in the resultant deposited film, nonuniformity in thick- 
ness of the magnesium oxide layer due to the unstable evaporation, difficulty of performing a high speed de- 
position under a high feeding speed of a base film web due to limited evaporation rate under a limited degree 
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of the power of electron beam, and incapability of performing a long term evaporation due to quick excavation 
of holes in the evaporation source. 

5 SUMMARY OF THE INVENTION 

An object of this invention is to provide an evaporation source material for vapor deposition, useful for form- 
ing a magnesium oxide thin film, which is substantially free from splash or scattering of the source material, 
stable in evaporation rate, suitable for maintaining excellent and stable vacuum condition, slow in the excava- 

10 tion rate, and suitable for performing a stable evaporation for a long period of time. 

Another object of this invention is to provide a source material for vapor deposition useful for forming a 
magnesium oxide thin film through vacuum vapor deposition process, which is excellent in evaporation per- 
formance so that stable evaporation can be realized even if the power of electron beam is elevated, and which 
is advantageous in shelf life and durability. 

15 A further object of this invention is to provide an evaporation method of forming a transparent barrier film 

which is free from pinhole and has a uniform thickness. 

According to this invention, a magnesium oxide having a high bulk density is employed as an evaporation 
source material for achieving the above objects. Accordingly, this invention provides the source material for 
vapor deposition which can be used forforming a magnesium oxide thin film by vacuum vapor deposition proc- 

20 ess, which is characterized in that the source material comprises magnesium oxide and has a bulk density of 
2.5g/ml or more. The magnesium oxide source material having such a high bulk density can be obtained by 
molding and sintering a magnesium compound. According to this invention, there is further provided a method 
of forming a transparent barrier film which comprises a step of vapor-depositing a source material having a 
high bulk density on a transparent plastic base film through vacuum vapor deposition process, thereby forming 

25 a magnesium oxide thin film. 

Since magnesium oxide having a bulk density of 2.5g/ml or more is employed as an evaporation source 
material according to the present invention, it is possible to minimize splash or scattering of the source material, 
to stabilize the evaporation rate, to realize an excellent and stable vacuum condition in an evaporation chamber, 
to make slow the excavation rate, and to perform a stable evaporation for a long period of time. It is also possible 

30 according to this invention to evaporate the source material in a stable condition for a long period of time even 
if the power of electron beam is elevated. Further, it is possible according to the present invention to obtain a 
transparent barrier film which is free from pinhole and has a uniform thickness. 

BRIEF DESCRIPTION OF DRAWINGS 

35 

Fig. 1 is a schematic diagram showing an apparatus for producing a transparent barrier film according to 
the invention. 

DETAILED DESCRIPTION OF THE INVENTION 

40 

The evaporation source material of this invention can be manufactured by the following various processes. 
Process 1 

45 An alkaline material such as NaOH, Ca(OH) 2 is added to sea water or brine to obtain precipitation of 

Mg(OH) 2 , which is then separated. The Mg(OH) 2 thus separated is subjected to refining treatments such as 
washing with water, dehydration and Alteration. This refined Mg(OH) 2 is molded Into a Mg(OH) 2 cake, which is 
then sintered in a sintering kiln to obtain sintered magnesium oxide. The sintering temperature employed in 
this process may in general be in the range of 1000-2500°C, preferably more than 1200°C, and optimumly 

so more than 1600°C, in view of avoiding volumetric reduction, cracking or crushing of evaporation material t 
which might be caused due to heat applied during the vapor deposition. These volumetric reduction, cracking 
and the like are more likely to occur as the bulk density of the evaporation source material becomes smaller. 
In order to avoid this tendency, it is preferable to increase the bulk density of the evaporation source material 
up to 2.5g/ml or more, and for that reason it Is preferable to perform the sintering treatment at a trmperature 

55 of 1 600°C or more in production of the evaporation source material. 

The purity of the sintered magnesium oxide thus obtained may be suitably selected depending on the end 
use of the deposited film. However, as far as the transparent barrier film is concerned, although the presence 
of impurities may affect the performance of theifilm, a purity of 60% or more may be generally sufficient for 
the film to assure a desired property thereof. However, if the content of the impurities in the source material 
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is large, the source material may be softened into a semi-melt state in a crucible or hearth due to the heat 
applied during the vapor deposition process. Further, problems such as volumetric reduction, cracking, crush- 
ing and splashing may more likely be caused to occur, thereby instabilizing the composition of evaporated spe- 

5 cies and the volume of evaporation. Accordingly, in order to stabilize the evaporation of the source material 
or to stabilize properties of the deposited film such as transparency and the gas barrier properties, it is pre- 
ferred that the source material should be as pure and uniform in composition as possible. 

Therefore, it is preferred that the purity of the source material should be 95% or more, and more desirably 
over 99%. It is preferable, in order to obtain a sintered magnesium oxide of high purity, that the sintering tem- 

10 perature is sufficiently high enough, though the purity of the source material is also dependent upon the re- 
fining process prior to the sintering step as well as upon the purity of molded product Therefore, the sintering 
temperature should preferably be 1600°C or more in order to obtain an evaporation source material of high 
purity. 

The bulk density of the sintered magnesium oxide should, as mentioned above, be 2.5g/ml or more and 

15 preferably 3.3g/ml or more in order to make the source material sufficiently dense. The primary grain size, i. 
e., the diameter of MgO crystal (diameter of periclase) is dosely related to the chemical activity. Namely the 
larger the size thereof, the more it becomes chemically inactive, because the grain of larger size is higher in 
crystallinity, thereby diminishing the active surface. To be more specific, MgO crystal of larger grain size is 
more resistive to water vapor and carbon dioxide gas as compared with that of smaller grain size, The size of 

20 the crystal to be formed is mainly dependent on the sintering temperature. Namely, the higher the sintering 
temperature, the larger the crystal size becomes. When the sintering is performed at a temperature within the 
range as mentioned above, the crystal of the sintered magnesium oxide is usually grown in several tens mi- 
crometer to several hundreds micrometer, which is large enough to make it chemically inactive. Therefore, the 
sintered magnesium oxide produced in the conditions as mentioned above can generally overcome the prob- 

25 lems related to the primary grain size. 

The second ery grain size, i.e., pellet size of the sintered source material should be such that the source 
material charged in a crucible or hearth is flat with respect to a base film on which the source material is de- 
posited. In short, the upper limit of the sintered pellet size should be such that the evaporation vapor volome 
generated from the surface of the source material is substantially constant irrespective of which portion of the 

30 pellet of the source material is irradiated by the electron beam, and that the cloud of vapor emitted from the 
source material is not blocked by the pellet itself even if the volume of the source material is excavated due 
to the sublimation thereof. The lower limit of the sintered pellet size should be such that the splash of the source 
material can be inhibited even if the power of the electron beam is increased. Namely, the pellet size of the 
source material should be larger than the diameter of the electron beam. Accordingly, the secondery grain 

35 size is preferably selected from the range of 0. 1-1 00mm, more preferably 1-50mm. When the source material 
having a pellet size ranging from 0.1mm to 100mm is employed, the volumetric reduction, cracking or crushing 
of the source material can be avoided, thereby allowing very stable sublimation. 

Process 2 

40 

Mg(OH) 2 which can be obtained as an intermediate material in Process 1 mentioned above is lightly sin- 
tered at a temperature of 1000°C or less to produce pulverized magnesium oxide, This powdery magnesium 
oxide is molded again, and heavily sintered in the same manner as that of Process 1 mentioned above, thereby 
producing an evaporation source material having dense composition. 

45 

Process 3 

Not only the pulverized magnesium oxide obtained during the Process 2, but also magnesium oxide ob- 
tained through the pyrolysis of magnesium chloride, as well as powdery magnesium oxide obtained by burning 
so and oxidizing metal magnesium may be molded and sintered in the same manner as that of Process 1 men- 
tioned above, thereby forming an evaporation source material of dense composition. 

Process 4 

55 Sintered magnesium oxide is obtained by calcinating natural magnesite in this process. 

The source material used for vapor deposition according to this invention may also be selected from dif- 
ferent structural forms produced by the following processes. 

i 



4 




EP 0 570 182 A1 

Process I 

Beside magnesium oxide, other kinds of magnesium compounds such as magnesium hydroxide and mag- 
5 nesium carbonate, or sintered magnesium oxide as obtained according to Processes 1-4 mentioned above is 
subjected to arc-melting in an electric furnace and then solidified to obtain a fused magnesia. 

Process II 

10 The same raw materials as those of Process 1 are further calcinated to obtain sintered magnesium oxide 

in the form of brick or ceramic. 

The process of forming a transparent barrier film according to this invention wQI be explained hereinafter. 
First, a transparent base f Dm is employed as a substrate for the transparent barrier film. This transparent plastic 
base film should be in the form of an elongated sheet which can be continuously fed in order to deposit a uniform 

15 gas barrier film thereon. This elongated sheet can be supplied in the form of a roll. Examples of such a trans- 
parent plastic base film that can be used in this invention are those made of polyolefin suoh as polyethylene, 
polypropylene and polybutene, polystyrene, polyester such as polyethylene terephthalate, polybuthylene ter- 
ephthaJate and polyethyiene-2, 8-naphthalate, polyamide such as nylon -6, nylon-12 and aromatic polyamide, 
polycarbonate, polyvinyl chloride, polyvinyl idene chloride and polyimide. It is also possible to use a copolymer 

20 of monomers selected from above examples, or In combination with a monomer other than that mentioned 
above. The transparent plastic base film may contain any of the conventional additives such as antielectrostatic 
agent, ultraviolent absorber, plasbcizer, lubricant and colorant. The transparent plastic base film may preferably 
be an orientated film in view of mechanical strength, extensibility, thermal property and dimensional stability. 
However, it is also possible to employ a non-orientated f Dm as the transparent plastic base film. Although there 

25 Is no limitation as to the thickness of the transparent plastic base film, a film having a thickness ranging from 
3 to 400ujti, preferably 5 to 200um may be generally employed in view of improving the mechanical strength 
and flexibility of the film. In priorto the deposition of the barrier film consisting of magnesium oxide, the surface 
of the transparent plastic base film may be subjected to surface treatments such as corona discharge treat- 
ment, flame treatment, plasma treatment and glow discharge treatment Further, the surface of the transparent 

30 plastic base f ilm may be covered with an anchor coat layer known in the art, or subjected to an antielectrostatic 
treatment before or after the deposition of a magnesium oxide thin film. 

The method of forming a magnesium oxide thin film can be carried out by using an apparatus shown in 
Fig. 1. Referring to Fig. 1 , the apparatus is entirely placed in a vacuum atmosphere of 10^1 Ch 6 Torr by means 
of pump 11. The elongated transparent plastic film Is wound around a feed roller 1, from which the transparent 

35 plastic base film can be continuously unwound. The transparent plastic base film unrolled in this manner is 
then fed via a dancer roller 2 and an expander roller 3 to a cooling roller 4. As the transparent plastic base film 
runs along the surface of the cooling roller 4 t vapor consisting of magnesium oxide is contacted to the surface 
of the transparent plastic film, and cooled to be condensed thereon to form a thin film of magnesium oxide. 
The source materials for forming the magnesium oxide thin film is made of a sintered magnesium oxide 

40 having a bulk density of 2.5g/ml or more, and is placed in an evaporation source vessel 10 disposed directly 
below the cooling roller 4. The sintered magnesium oxide charged into the evaporation source vessel 10 is 
heated by an electron beam, and evaporated to become vapor, which moves toward the cooling roller 4. When 
the vapor reaches to the surface of the transparent plastic film which is being cooled by the cooling roller 4, 
it is cooled upon being contacted with the transparent plastic film, and condensed on the surface of the trans- 

45 parent plastic film thereby forming a magnesium oxide thin film thereon. The transparent plasticfilm deposited 
thereon with the magnesium oxide thin film is recovered by a wind-up roller 9 via another expander roller 3 
and dancer roller 2. In the drawing, references 61 and 62 respectively denote gas supply sources for supplying 
oxygen, inert gas and the like, while references 71 and 72 denote mass flow controller, respectively. 

It is possible to perform an asist evaporation with using a reactive gas such as oxygen gas or mixed gas 

so containing oxygen gas. Such an assist by the reactive gas is selectively working before the magnesium oxide 
turned into gaseous state upon heating reaches to the transparent base film. It is also possible to improve the 
transparency of the deposited film by adopting ion plating technology, which can be conducted by applying 
high frequency wave or micro-wave to oxygen gas or a mixed gas containing oxygen gas, thereby forming a 
plasma state during the course of the vacuum evaporation using the electron beam. 

55 The magnesium oxide thin film thus produced is preferably formed of MgO. However, this magnesium ox- 

ide thin film generally may contain Mg, Mg 2 0, Mg 2 0 2 or in addition to MgO. This magnesium oxide thin 

film may preferably be formed at a thickness of 50 to 5000 angstroms. If the thickness of the film is less than 
50 angstroms, the film can not assure a sufficient degree of gas barrier priperty. On the other hand, if the 
thickness exceeds 5000 angstroms, the flexibility of the magnesium oxide thin film will be extremely degraded 
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so that when the magnesium oxide thin film is bent, crack will more likely occur in the film so that the barrier 
property of the film will be degraded or fluctuated. 

It is also possible to laminate a sealable film such as a heat sealable resin layer on top of the magnesium 
oxide thin film deposited on the transparent base film thereby forming a composite packaging f am excellent 
in flexibility, transparency and gas barrier property. As a material for the heat sealable resin layer, polyolefin 
or polyolefin copolymer such as polyethylene, polypropylene and ethylene-vinyl acetate copolymer can be 
used. The lamination can be conducted by laminating the heat sealable resin layer on the surface of the mag- 
nesium oxide thin film with an adhesive being interposed between the heat sealable resin film and the mag- 
nesium oxide thin film, or by extrusion-coating the heat sealable resin, which has been molten in advance in 
an extruder, onto the surface of the magnesium oxide thin film. 

It is well recognized that the employment of magnesium oxide having a bulk density of 2.5g/ml or more 
as an evaporation source material is advantageous in the following aspects. 

(a) The bonding between the crystal grains of sintered magnesium oxide becomes strong, thereby hard- 
ening and compacting the source material itself. As a result, volume shrinkage or cracking of the source 
material due to a release of outgas upon the Irradiation of electron beam can be effectively inhibited. Thus, 
it is possible to stabilize the evaporation. 

(b) Since the volume shrinkage or cracking of the source material can be prevented, possibility of electron 
beam suddenly irradiating onto a fresh surface of the source material can be avoided thereby remarkably 
diminishing phenomena such as splashing and scattering of the source material. Thus, it is possible to util- 
ize a high power of electron beam. 

(c) Since the source material is compact and dense in texture, the excavation rate of the source material 
can be remarkably reduced. Thus, it is possible to carry out the evaporation operation in the long run. 

(d) Since there is a reduced possibility of pores being formed within the source material, release of outgas 
during the step is extremely diminished. Thus, it is possible to shorten the evacuation time of an evapor- 
ation chamber. 

(e) The amount of residual gas remaining in the evaporation source material is negligible, and the formation 
of cracking and crushing during the irradiation of electron beam can be avoided. As a consequence, the 
vacuum degree In the apparatus is stabilized. 

(f) Since the diameter of the primary partide (crystalloid) is enlarged to chemically inactivate the source 
material, any particular consideration as to environment for storing the source material is no more required, 
and the shelf life time of the source material can be prolonged. 

When the sintered magnesium oxide is employed as an evaporation source material and a magnesium 
oxide thin film Is deposited on a transparent plastic substrate, the following advantages are recognized. 

(g) Since there is no splash or scattering during the evaporation, a transparent barrierfilm free from pinhole 
can be obtained. 

(h) Since a stable evaporation is assured, a transparent film having a uniform thickness and a stable gas 
barrier property can be obtained. 

(i) Since a stable evaporation can be assured even if the power of electron beam is fairly elevated, it is 
possible to feed the web of the substrate at a high speed for depositing the transparent barrierfilm. 

(j) Since the rate of excavation is rather slow, the evaporating time can be remarkably prolonged, and a 
large amout of the transparent barrir film can be produced in one batch. 

The folio wings are examples and comparative examples. The apparatus employed was that shown in Fig. 
1. The magnesium oxides employed are listed below. 
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Evaporation aouroe material 



10 



15 



20 



25 



30 



35 



Ex. 1 
Ex. 2 

ex. s 

Ex. 4 
Bx, 5 
Bx. 6 
fix. 7 

&*. e 

fix. 9 

Comp . 1 
Co*p. 2 

Cowp. 3 
Comp . 4 



A Sintered aagnvaium oxide 

(according to Process 1) 
8 6 in tared magnesium oxide 

(according to Process 1) 
C Sintered nagnealum oxide 

(according to Process 11 
D Sintered magnesium oxide 

(according to Process 1) 
E Sintered toagneslum oxide 

(aooording to Process 2) 
F sintered magnasiu* oxide 

(according to Process 3) 
a Sintered magnesium. oxide 

( aooording to Process 4) 
H Fused magnesium ok Ida 

(according to Process I) 
I Magnesium ox 1 tie brick 

(according to Process 13) 
J Magnesium oxide powder 

(light .ftagneela) 
K Magna alum oxide powder 

(heavy nagneeia) 
b Magnesium oxide mold 

(preea-aoldad) 



Magnesium oxide moid 
(preas-aolded) 



Purity 
89. 9 
'99.0 
99,9 
99.9 
99.9 
99.9 
99. 0 
99.0 
99. O 
99.0 
99.0 
99.9 

99 .9 



Bulk density Pellet size 



3.59 

2.69 

3.0 

3.5 

3.1 

2.8 

3.3 

3.9 

3*40 

0.39. 

1.02 

1.78 

2.40 



(OS) 

0.8-1 ,8 

0.8-1.5 

0.5-1.5 

0.8-1 .5 

0.8-1.5 

0.5-1.6 
0.5-1.8 

0.5-1.8 

0.5-1.5 
Pine powder 
B*lne powder 

Fit In shape 
to crucible 



Fit In shape 
to cruolble 



45 (Note) Magnesium oxide brick mentioned above denotes a 

sintered product that oan be obtained by further 
sintering- a sintered magnesium oxide. 

so Example 1 

The sintered magnesium oxide A was employed as a source material S for forming a barrier thin film, and 
charged into the evaporation vessel 10. Then, a polyethylene terephthalate (PET) film of 12um in thickness 
was loaded on the feed roller 1. Then, the apparatus was entirely evacuated to a vacuum degree of 6x1 Or 6 
55 Torr. Then, this PETfilm was passed as shown in Fig. 1 through the dancer roller 2, the expander roller 3, the 
cooling roller 4 and the other expander roller 3, to be finally rolled up by the wind-up roller 9. Meanwhile, the 
evaporation source vessel 10 positioned directly l?elow the cooling roller 4 was gradually heated up by increas- 
ing the power of an electron beam up to 15kw. The evaporation rate at this moment was measured by a quartz 
oscillation monitor, and the feeding velocity of the base film was controlled by referring to the monitored value 
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so as to make the film thickness of magnesium oxide deposited on the PET base film as thick as 1000 ang- 
stroms. 

Observations were made on any change in the apperrence of the evaporation source material A during 
the irradiation of electron beam, such as the volume shrinkage, cracking and crushing, as well as evaporation 
performance such as splash and scattering of the evaporation material A. Evaporation stability was evaluated 
in terms of stability of evaporatlnn rate and the stability of vacuum degree. 

The property of the magnesium oxide deposited fflm was evaluated as follows. 

Transparency: Observation with naked eyes 

0 2 barrier property: Measurements were made 5 times or more sampled along the feeding direction of 
the base film by using MOCON OXTRAN-10/50A(MODERN CONTROLS CO.) under the conditions of 25°C, 
100%RH, and an average value of the sampled measurements was calculated in terms of 0 2 gas permeability. 

Moisture barrier property: Measurements were made 5 times or more sampled along the feeding direction 
of the base film by using MOCON PERMATRAN-W6(MODERN CONTROLS CO.) under the conditions of 40 
°C, 90%RH, and an average value of the measurements was calculated in terms of water vapor permeability. 

The results of these evaluations on the evaporation stability and physical film properties are shown in Table 

1. 

Examples 2, 3, 4, 5, 6, 7, 8 and 9 

The various types of sintered magnesium oxide B, C f D, E, F, G, H and 1 were respectively employed as 
an evaporation source material, and the same procedures as those of Example 1 were carrid out to form the 
transparent barrier films. The results of evaluations on the evaporation stability and physical film properties 
are also shown in Table 1. 

Comparative Example 1 , 2 t 3 and 4 

The various types of pulverized and molded magnesium oxide J, K. L and M were respectively employed 
as an evaporation source material, and the same procedures as those of Example 1 were carried out to form 
the transparent barrier films. The results of evaluations on the evaporation stability and physical film properties 
are shown in Table 2. 
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• l«-Upon irradiation of electron beam, the source 
material in the crucible wae immediately shrinked and the 
scattering of the source material waa observed. In other 
words, the aouroe material was not evaporated, and the 
vacuum degree was deteriorated. 

*2"*<Stabi lired evaporation was attained as far as the 
power of electron beam was kept tower than that of the 
source material J (Comparative Example 1). However, as 
the power was increased, the evaporation became unstable. 



According to the present Invention, it is possible to improve the evaporation stability so that the powor of 
the electron beam can be raised, and a stable high evaporation rate can be attained. Therefore, it is possible 
to perform a stable and high speed evaporation without spoiling the transparency and gas barrier property of 
the film. Further, it is possible according to the present invention to minimize the excavation rate so that the 

20 evaporation can be continued for a long period of time, thereby greatly increasing the yield of deposited film 
per batch. It is also possible to control the release of outgas or residual gas, thereby accelerating the evacuation 
speed and Improving evacuation efficiency of the evaporation chamber. Additionally, since the source material 
is of pellet shape, it is easy to handle thereby improving case of operation. Further, since the source material 
is chemically stable, the storage life can be greatly prolonged without specifically selecting the storage envir- 

25 onments. In view of above, it is possible to improve the productivity of a magnesium oxide thin film as well as 
of a transparent barrier film, and to minimize the cost of forming the transparent barrier film. 



Claims 



1 An evaporation source material being composed of magnesium oxide having a bulk density of 2.5g/ml 
or more, which is evaporable by heating in vacuum to form a magnesium oxide thin film on a substrate. 

2 An evaporation source material according to claim 1, being composed of sintered magnesium oxide. 

3 An evaporation source material according to claim 2, wherein the sintered magnesium oxide comprises 
35 a product which is produced by sintering a given magnesium compound. 

4 An evaporation source material according to claim 2, wherein the sintered magnesium oxide is formed 
into a pellet shape having a size of 0.1 mm- 100mm. 

5 An evaporation source material according to claim 2, wherein the sintered magnesium oxide has a crystal 
grain size of several tens \im to several hundreds |im. 

40 6 A method of forming a transparent barrier film, comprising the steps of feeding a transparent base film 

in a vacuum chamber, and heating an evaporation source material composed of magnesium oxide having a 
bulk density of 2.5g/ml or more to evaporate the same to thereby deposit a transparent barrier film composed 
of magnesium oxide on the transparent base film. 

7 A method of forming a transparent barrier film according to claim 6, wherein the evaporation source ma- 
45 terial is composed of sintered magnesium oxide. 

8 A method of forming a transparent barrier film according to claim 6, wherein the evaporation source ma- 
terial Is heated by irradiation of an electron beam. 

9 A method of forming a transparent barrier film according to claim 6, wherein the transparent barrier film 
is deposited with the aid of ion plating. 

so 1 0 A transparent composite film comprising a transparent base film, and a transparent barrier film depos- 

ited on the transparent base film and being composed of magnesium oxide which is evaporated from an evap- 
oration source material having a bulk density of 2.5g/ml or more. 

11 A transparent composite fiim according to claim 10, wherein the transparent barrier film is composed 
of magnesium oxide evaporated from a sintered evaporation source material. 

55 12 A transparent composite film according to claim 10, including a transparent sealable film coated over 

the transparent barrier film to thereby constitute a packaging film. 
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